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10/22/2018 


Line Supplier Due Order |Received Unit Extended 
Item} J Part No| Description Date | Quantity eee Balance|Price (CAD)| Price 


4 § 


2 
VA 
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https://www.plexonline.com/322a38fe-3998-421 7-a628-509cfc70eb5a/Plexus_Control/Report_Viewer_2.asp?rv=u%1E..%2FPurchasing%2FPO_Print.... 


PURCHASE ORDER 


Dart Aerospace Ltd. 
1270 Aberdeen St 


» NX Hawkesbury, ON 
DART 2 


AEROSPACE Canada 


Tel (613) 632-5200 


MES002-VC PO No: 
Metaux Solutions PO Date: 
2625 boul Jacques-Cartiier Est 

Longueuil Due Date: 
ac Purchase Order 
J4N 1L7 Canada Revision: 

Phone: 800 558 8858 Revision Date: 
Fax: 514 633 8044 Ship-To Contact: 


1270 Aberdeen Street Via: 

Hawkesbury Pymt Terms: 

wit Freight Terms: 

K6A 1K7 Canada ; 
Phone: 613-632-5200 Special Comments: 


PURCHASE ORDER 
PO041406 


PO041406 
10/22/18 
10/29/18 


Lavoie, ChantalPhone: 
clavoie@dartaero.com 


Ground 
Net 60 


_M304TS0.750W.049 ‘304Sq Tube  Firmed - , 10/29/18 500 ft 5 500 ft $3.80/ft’ $1,900.00 


'.75X.75X.049W 
> MATERIAL: | | 
‘AISI 304/316 
SEAMLESS | 
‘STAINLESS | 
STEEL | 
SQUARE | 
‘TUBING AS 
PERASTM | 
A554 MILL 
FINISH OR 
ASTM A269 
MILL FINISH 
receive ft 


| 


500 } j 
:MATERIAL: | 
AISI 304/316 } 
SS BAR OR 

AISI 304/316 

SS PLATE AS | 

PER ASTM 
A276 OR 
ASTM A240 
NOTE: AISI 
303 NOT ' 
ACCEPTABLE — H 
receive ft | 


| Soot? ‘ MM 4125 


M304B0.250x0.500 304 Bar .250 X Fired ; 10/29/18 200pcs iy 200 pes $4.0521/pes $810.42 


St 


AM Bffo/25 


Grand Total: $2,710.42 


Plex 10/22/18 10:35 AM dart.lavoie.chantal 


1/2 


10/22/2018 PURCHASE ORDER 


Dart Aerospace Ltd. 
1270 Aberdeen St 


7 NX Hawkesbury, ON PURCHASE ORDER 
OART cai P0041406 


AEROSPACE Canada 


Tel (613) 632-5200 


Order Notes 


Procurement Quality Clauses 
A005 right of entry 
A012 chemical and physical test report 
A016 personnel qualification 
A017 raw material identification (as applicable) 
A026 certification of material conformance 
A041 quality management system 
A042 dart notification by supplier 
A043 retention of quality documents 


A048 counterfeit parts avoidance, detection, mitigation and disposition program 
A049 supplier awareness 


Terms & Condition of Purchasing(Suppliers) and Procurement Quality Clauses are an integral part of our AS9100 requirements. To learn in detail, please visit 
www.dartaerospace.com for further explanation. 


Plex 10/22/18 10:35 AM dart.lavoie.chantal 


https://www.plexonline.com/322a38fe-3998-421 7-a628-509cfc70eb5a/Plexus_Control/Report_Viewer_2.asp?rv=u%1E..%2F Purchasing%2FPO_Print.... 2/2 


METAUX SOLUTIONS INC 

2625 BOUL JACQUES CARTIER EST 
LONGUEUIL, QUEBEC 

J4N 1L7 Tel. : 450 641-3330 


Customer: 6323336 
DART AEROSPACE LTD 


1270, ABERDEEN STREET 
HAWKESBURY, ONTARIO 


Shipping Order 


25/10/2018 
Order 2139111 
Reference 241406 
Ship : PICK UP / PICK UP 
Ship To 
Same 


K6A 1K7 Tel.: 1613 632-3336 
Item No. Description Oty Qty. Deliver B/O Qty 
ante EACTURER E-MAIL ******** SUPER IMPORTANT SUR 
LE PACKING SLIPINSCRIRELES HEATN 2 ’ 
SSQT34340494 304 SQ TUBE .750 X .049 WALL 50 9322 Pp 
25 x 20' KKEKKKK / 
ht;9H855 
SF14124HR 304 STAIN FLA .25"X .500" HR 208 > % FI 
16 x 13' 
ht;}67736108 
ship journey collect 
ip 
vA 
fx | 
Shipping Ref. 
Package No: 


Merchandise Received: 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: A404 75 07S oW. 044 PO / BATCH NO.: Mov /Yoo ZS i674 
DATE: (8/0/25 
‘ : ul 
MATERIAL CERT REC'D: 4s THICKNESS ORDERED: (7.750 
QUANTITY RECEIVED: _§ po f+ THICKNESS RECEIVED: 7.9 Sy" 


QUANTITY INSPECTED: doft SHEET SIZE ORDERED: 
QUANTITY REJECTED: / SHEET SIZE RECEIVED: 


CORRECT THICKNESS | Y)] 


PHOTO REQUIRED 
CORRECT REF # TO LINK CERT 


DOES THIS MATERIAL REQUIRE 
ENGINEERING SIGN OFF 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 


RECORD RESULTS BELOW 
DUR D WEBSTER 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 
testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED BY: 47 SIGNED OFF BY: 


DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 


ad unten 
BOLLINGHAUS* 


ct 


FT eS ans cenreteencmensees 
featecQe tif the Quatidade 


ON Tire ies 
EN 10204:2004 / 3,4 0000136628 


Sari aaa rmisicas - = ‘si — arm we! inuierebiemeeeetaaee ee 
Unsere Innere Verwelsung ‘Our tnt. Ret! K/ ref int Datum / Date / Data 


TEE eaistine 


Bollinghaus Steel, 4 
DINEN ISC s004;2008 
TOV CERT No, 01 100 030453 


Spozifikatlon / Sta ndards / Normas 
TYPE 304/UNS S3e400 and TYPE 304L ANS §30403 gee, ta AZ76M-168 ASTMAT§2/A1G2M. 182, ASTM A1G3/A19.2M.16, ASTM 
ANT SIAG TOM. 16a, ASTM A 


320/4320M-15a, ASTM A314-15, ASTM AZEI 5 Pract. E, AMS QQ-S-783D. AMS 5639, AMS 8847x, ASME 
SA479/SAGTOM, ASME SA276, ASME SA182/182M, ASME SA 193/SA193M, ASME SA320/$4320M, NACE MRO‘75-2015, execution as per 
ASTM A484/A484M-16, 


5800038278 000010 19.12.2017 


Kunde Customer) Cliente wns 


Endgiilfigat Kunde / Final Gustomer] Cliente Final 


A 
Destoll NrOrcler He/ Ene,Nr, 110766 


eee 
Bestel! Mr Order NrJ Eve, 6110766, 1 


Produktgruppe /Product Group / Grupa Praduto 17” Gowlclit/ Weight/ Poss Bunde / Sundio/Atados 
AISIBOQL FLAT 1/4 x 1/2” 1.059 Ib 01 
et Nee. terete enns ot eg nen RAN iS hrm iteee 7 ~ Aenremnnner tanto sya, 
Werkstoff-Nr, Werkstoft-Nombezetchnung é Wistoriat sundard grade /Norma do material 
Materlal-no, 


Qualidade XZONI 18-9 


Beschroibung / Description f Descrigao ~ 
9 Pp 


Stainless steel flat bars,hol rofied, feat (reatsd, Straightanad and plekled 
US DFAR 252.225.7609: MELT SOURCE: France / MFG: Portugal. 


Schwsatzni He, 


Shemsche Aneiyee In ae oe 
Chermlsche Analyse in %/ Chemical CoMposition Ih %/ Analise quimica em % 


eat eyo 
0.0128 J Si{ 0525 {Mn 1.484 P |0.029 | S | yo25 cr | 18,127 


EAF4AOD 0.376 | Co | oar | Cu} 0,406 Iw | 0.080 | Ti | 0.002 | - > | : 
_ ASTM A370 3 
Ratiisehr agarbuit Steckgreazs | “Dehngrenze Zuytesigksit ~~~ “Seiinang Einschadrang 
Proden He, Impact Test Yiald pont | 1% point Tensile stength Blanpation Redurtion of area 
Tast na, Restancte Tansaatinito | trate Teasia de rojura Alonyimunto c 
Ainostra no. {Charpy } 
————— 
4036051.07.04 % | 
aunaaian, ! 
ASTM E46 WérmeSohangiuny 
Visuello Kontrelte Kortoatonabesttndigceit Heat tealment 
Visual inspection at sil 195 be en ne ii Teetamonte timlco 
lnspecgto visua} Oureza {HB Carroeto fnlercrietaticia Ok 
ASTM Adé4 ASTM E412 Abrahmebsautvagter Annealed Quenched 1909 =f (4050 °C} 
Madkontroile Korngrdsse Aulnerized bsspection Ropresentative 
Diniansfonsl thepoction y Grain size 9 nepal Opaidace_.~ 
Inupeegne dimensional Tamanho de grao 3 "h f fvater quenched 
: Ok _| romrenenecerensscccsl aS { 
ee ee ee on Sy a 
H Me a shop eae Palereuckung ae “ i 
Verwechsiuagsprufung @ Macrographir test ont \ ; 
Test of trill ae G a F 
Ndie we Mentincayse Ok NMatorsl fee froay BS) Vaseo Ferraisa (Q- VF} 
Segiegulion dufecty, ; So OR ee 
i Ok Bollinghays Steel, SA 
Bemerkungen / Ramarks / Observacées Hiormit bestitigen wir, dass das Materlat der oben genannten 
Countsy of origin: Portugal, No weld repalr done: Spezitikation entspricht, 
Materlal ts tree of mercury and radtation contamination, We confirm that this mate 


Mal meets the Specilication according 
the mentioned standards, 


Confirmamos que este Material resp 


eila as cspecilicagses 
de acordo com as ROMMAS referidus, 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: 0 0x O00 PO / BATCH NO.: Adoulte% L§ i 11680 


DATE: /8/o/as- 
MATERIAL CERT REC'D: Ke THICKNESS ORDERED: O. dso'' 
QUANTITY RECEIVED: _2og Et THICKNESS RECEIVED: 2.25 ¥ 
QUANTITY INSPECTED: dog ft SHEET SIZE ORDERED: — 


QUANTITY REJECTED: g SHEET SIZE RECEIVED: —— 


| CORRECTFINISH | - WD 

| __ CORRECT GRAIN DIRECTION _| (Y)| 

| CORRECT MATERIAL PERM-DRAWING| Y| N[AI7 Ada —C—“—*~*s*s*sSC‘*SC 
| SS CORRECTTHICKNESS OT W[N[OC(stsC‘“‘“‘CSSCSC“(‘’SNCTNNCNNNN’YNY LL 
PPHOTOREQUIRED SOs YN] OOCOCOCOCSCSOOCCC“‘CSCC*S 
| CORRECTREF#TOLINKCERT [WIN 2/77 [773008  ——C—C—C~—C~;~;73}SPSCé<‘i‘=CS*” 
CORRECT MATERIAL IDENTFICATION (Y | N | 


CORRECT M# ON THE MATERIAL 


LL ines 
DOES THIS MATERIAL REQUIRE 
ENGINEERING SIGN OFF Y | (N) 
DOES THIS REQUIRE AN 
EXTRUSION REPORT N 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 


testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED BY: 4 SIGNED OFF BY: 


DATE: /B/o/2 DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 


